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the amperage is 0.45 and so on. With the 32 lamp the current is 0.45. With all three lamps the amperage is the sum total, or 0.9. The voltage on the main is 220. This group of lights can be arranged on a board. 8 by 10 inches. One such group is of course needed for each determination. To determine which is anode and which is cathode, close the switch, wet a piece of tur-
meric paper and touch the ends marked u anode " and ": cathode" to the paper, when the end which is cathode, or negative, will stain the turmeric red.
The solution from which the Co and Ni have been deposited, is saturated with B^S, and any small amount of black suphide that separates out is filtered out; washed with H^S water; ignited in a porcelain crucible at a low red heat; weighed as CoO; multiplied by the factor 0.7866 to convert it to the equivalent